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WE CLAIM: 

A hot melt adhesive composition comprising: 

a) about 5 weight percent to about 60 weight perce nt^^thylene j^i ny 
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percent and 
b) 

and 

c) about 1 

melting point of about 125°F 



a vinyl acetate content of about 30 weight percent to 50 weight 
elt index of about 700 to 4,000 dg/min; 

out 5 weight percent to about 60 weight percent of a tackifier; 



percent to about 55 weight percent wax with a 
F. 



2. An adhesiv/ according to Claim 1 wherein the tackifier has a Ring and Ball 

softening point of ifess th^nr^6out 1 30°C. 





3. Aryadpesiv^^ccording to Claim 2 wherein the tackifier is selected from the 
15 group cqAsistingTof terpene, terpene phenolic, modified terpene, and combinations 

therec^ 

4. An adhesive according to Claim 1 wherein the ethylene vinyl acetate 
copolymercqmpri^^ about 35 weight percent to about 45 weight percent vinyl 

20 acetate. 

5. An adhesive according to Claim 1 wherein the ethylene vinyl acetate 
copolymer comprises about 40 weight percent vinyl acetate. 

6. An adn^ve according to Claim 1 wherein the wax Is paraffin wax or low 
melting point syntheths^ax. 

7. An adhesive according to yfclaim 1 additionally comprising up to about 5 
weight percent of at least one acjaitional -tackifier selected from the group consisting 

30 of rosin, rosin derivatives, rosir/ester, aliphatic hydrocarbons, aromatic hydrocarbons, 
aromatically modified aliphaj/c hydrocarbons and mixtures thereof. 
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8. \ An adhesive composition comprising: 

about 35 weight percent ^thy lane" vinyl, acetete^ about 40 weight 
percent vin^'^acetate and having a melt index of at about 1 ,000; 

b) abdut 30 weight percent of a tacl^ifier selected from the group consisting 
of terpene, terpen^)henolic, modified terpenes, and combinations thereof; 

c) about 5 w^k(aht percent of at least one additional tackifier selected from 
the group consisting of \^drogenated glycerol, pentaerythritol, and combinations 
thereof; 

d) about 30 weight percent wax with a melting point of about 150°F. 



9. 

or 8. 



A carton, case or tray formed utilizing the adhesive composition of Claims 1, 7 
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